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ANTIMICROBIAL TOOTHBRUSH MOWOPILAMEl^T 
BACKGROUND OF THE INVENTION 

1. Field of the Invention 

The invention is directed to antimicrobial compounds 
incorporated into nylon monofilaments for use as toothbrush 
bristles and other articles. 

2. Description of Related Art 

Toothbrushes have been known for many years. Modem 
toothbrushes are made out of thermoplastic materials and 
typically have bristles made from an appropriate thermoplastic 
material such as nylon. 

One drawback of toothbrushes is that they can, under the 
proper conditions of heat and humidity, develop into sources of 
the very microbial agents that they are used to combat. Others 
have attempted to control this tendency to contamination by 
coating the nylon bristles with antibacterial or antimicrobial 
agents. Coating of the bristles, however, is not generally 
effective for continued antimicrobial activity, since the coating 
generally wears off after only a few uses of the toothbrush. 
After the coating Is sufficiently worn to expose part of the 
underlying fiber, the toothbrush is susceptible to contamination. 
In addition, coating fibers has the drawback of affecting the 
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mechanical and handling properties of the filament used to make 
toothbrush bristles, and mamy expensive process changes can 
result from trying to adapt an existing manufacturing operation 
to antimicrobial coated filament use. 

One attempt to incorporate an antimicrobial agent directly 
into a material for use in batts for mattresses and comforters, 
various nonvoven fabrics, high pile carpets, socks, interior 
decorative fabrics, apparel and other similar products has 
involved incorporation of an inorganic antibacterial agent into 
polyester. This technique, proposed by Kanebo corporation of 
Osaka, Japan, impregnates a zeolite, XNOAI2O ySl02zH 
containing a metal ion known to have antimicrobial properties. 
Including silver, copper and zinc. This zeolite is then kneaded 
in to polyester fiber f or^ various uses using special spinning 
technology at the spinning stage of a synthetic fiber production 
process • 

The art still has not come up with an adequate antimicrobial 
toothbrush, or indeed any antimicrobial shaped article, suitable 
for everyday use that does not require expensive and extensive 
additional processing steps to be incorporated into a production 
line for such an object. 
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SUMMARY OF THE INVENTION 
The principal object of the present invention therefore is 
to provide a monofilament containing an antimicrobial compound 
capable of providing antimicrobial activity to the toothbrush 
during use. 

It is an additional object of the invention to provide any 
shaped article used in daily life containing an antimicrobial 
compound capable of providing antimicrobial activity during use. 

Additional objects and advantages of the invention will be 
set forth in part in the description that follows, and in part 
will be obvious from this description, or may be learned by 
practice of the invention. The objects and advantages of the 
invention may be realized and attained by means of the 
instrumentalities and combinations particularly pointed out in 
the appended claims. 

To achieve the foregoing objects and in accordance with the 
purpose of the invention, as embodied and broadly described 
herein, the invention provides a material for use as at leas^ 
part of a shaped object, comprising up to about 10 percent by 
weight of an organic antimicrobial agent selected from the group 
consisting of aromatic acids and* esters and phenolic compounds. 

Additional objects and advantages of the invention will be 
apparent from considering the claims and description of the 
invention herein. 
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DETAILED DESCRIPTION OF THE INVENTION 

Reference will now be made in detail to the presently 
preferred embodiments of the invention. 

Toothbrush bristles are currently made by extruding nylon 
monofilaments and attaching premeasured lengths of the 
monofilaments to the toothbrush handle. It is important that any 
antimicrobial agent incorporated into the monofilaments affect 
the process of making the fibers and the final properties of the 
fibers as little as possible. 

Preferably, antimicrobial compounds should be incorporated 
into a polymer matrix by either extrusion or injection molding in 
order to render the resulting plastic material antimicrobial. 
The incorporated material shoxild have a boiling point above 225 
degrees C, compatible with nylon or other plastics, and the 
material must not cause degradation or breakdown of the polymer 
matrix. About 10% by weight antimicrobial agent is preferred in 
the monofilament/ although the antimicrobial agent can comprise 
from about 5% by weight to about 15% by weight of the 
monofilament. Below about 5% by weight, the antimicrobial agent 
loses full effectiveness and above about 15% by weight the 
physical properties of the nylon monofilament can siiffer. 

Two classes of compounds have been discovered that fall 
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within this category: Group I, aromatic acids and esters; and 
Group II/ phenolic compoxinds* 

Group I comprises aromatic acids and esters, substituted 
aromatic acids and esters, conjugated aromatic acids and esters, 
and substituted conjugated aromatic acids and esters. Compounds 
having the following structures are preferred: 

0 

(I) 



wherein Rj^,^, and R3 may be H, , ^2^' isopropyl, iaobutyl, 
tert-butyl, or higher olefins or an amino group. may be 
CH3, C^g, isopropyl, iaobutyl, tert -butyl, or higher olefins, 
"n" may be 0-3 double bonds. 

Group IZ comprises phenolic compounds. Compounds having the 
following structure are preferred: 




(II) 
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wherein Rj and may be H, CH3, €2}^ , isopropyl, butyl, tert- 
butyl, or higher olefins. A preferred example of such a phenolic 
compound is thymol. R3 may be H, CH3, C ^ 5, isopropyl, butyl, 
tert -butyl, or higher olefins or OCH3. One preferred species of 
this compound is butylated hydroxy anisole (BHA) . 

The process for making nylon bristles for toothbrushes 
comprises the steps of (1) mixing the compounds to be present in 
the filament, such as thermoplastic materials, mold release 
agents, plasticizers , lubricants, colorants and other components 
well known in the art; (2) drying the mixed components if 
necessary; (3) extruding the components^ either to form blended 
pellets for subsequent processing, or to form the filaments 
directly; (4) forming the pellets into filaments; (5) drawing the 
filaments to an appropriate diameter; (6) heat-setting the drawn 
filaments to set the properties of the filament; (7) winding the 
filament into a roll for subsequent processing; and (8) wrapping 
the roll, if necessary, to ship to the assembly point for making 
the toothbrush. 

In practicing the invention, the antimicrobial agent may be 
added with the plastic material, preferably nylon 6-12, to make 
the feed material. The mixing should take at least 1 minute to 
ensure adequate uniformity to the mixture. 
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The blend should then be dried at 50 degrees C. (122 degrees 
F) for about 4 hours or down to 0.05% moisture (by weight). 

The blend is then transferred to the extruder hopper. The 
extruder is preferably set to a ratio of 24:1 to 30:1. 

The extruder is prepared previously with a low temperature 
profile in all the zones. For nylon 6-12, the temperatures 
should be in the range of 200 degrees C to about 230 degrees C. 
The extruder may be operated with or without pulsations. 

The extruder than takes the feed material, conveys it and 
melts it evenly, compresses it, homogenizes it, and feed the melt 
under pressure and without pulsations to the filter pack and 
finally to the monofilament die. 

The process then continues with the normal steps and 
conditions of extrusion of monofilaments with a quenching bath, 
orientation, heat setting and winding. 

One preferred embodiment of the invention is the 
incorporation of thymol and methyl paraben in combination as an 
antimicrobial agent in semicrystalline nylon. An unexpected 
advantage of this combination is that the thymol and methyl 
paraben in combination increase the tensile strength and the bend 
recovery of the resultant material. 

Although the preferred use of the invention as set forth 
herein is as a bristle for a toothbrush, the invention may be 
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used as at least a part o£ any shaped object that has need for 
some antimicrobial activity. Examples of such uses include 
infant toys, plastic utensils, personal care items such as combs 
and brushes and plastic items used in public places having 
extensive public physical contact. 

Various examples of the invention will now be set forth. 
Example 1 

10% by weight cinnamic acid was incorporated into nylon 6~ 
12. The nylon pellets had been previously dried to remove all 
excess moisture. The cinnamic acid powder was fed into a twin 
screw extruder operating at 234 Degrees C. The resulting pellets 
were slightly off white in color and exhibited antimicrobial 
efficacy when tested as shown in Table 1: 

Table 1 

Liquid Agitation Assay 

Test Organism: Staphylococcus aureus ATCC 6538 
Ph=6 (CFU stands for "Colony Forming Units" 
Sample CFU/ml CFU/ml 



0 hrs. 



24 hrs. 



Control 



5.5x10 



2.4x10^ 



(untreated) 



cinnamic 



5.5x10 



<100 



acid 10% 
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The pellets were dried at 50 degrees C for four hours and 
extruded into filaments. The filaments were tested for 
antimicrobial efficacy and found to be effective. 

Example 2 

10% by weight methyl anthranilate was incorporated into 
nylon 6-12. The methyl -.r.thranilate liquid was fed into a twin 
screw extruder operating at 234 Degrees C. The resulting pellets 
were slightly off white in color and exhibited antimicrobial 
efficacy when tested. 

The pellets were dried at 50 degrees C for four hours and 
extruded into filaments. The filaments were tested for 
antimicrobial efficacy and found to be effective. 

Example 3 

10% by weight benzoic acid was incorporated into nylon 6-12. 
The nylon pellets had been previously dried to remove all excess 
moisture. The benzoic acid powder was fed into a twin screw 
extruder operating at 234 Degrees C. The resulting pellets were 
slightly off white in color and exhibited antimicrobial efficacy 
when tested. 

The pellets were dried at 50 degrees C for four hours and 
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extruded into filaments. The filaments were tested for 
antimicrobial efficacy and found to be effective. 

Example 4 (Comparative Example) 

10% by weight phenylacetic acid was incorporated into nylon 
6-12. The nylon pellets had been previously dried to remove all 
excess moisture. ' The acid powder was fed into a twin screw 
extruder operating at 234 degrees C. The resulting pellets were 
slightly off white in color, gave off a terrible odor, and 
appeared to be degrading in the holding container. 

Example 5 

A number of tests were carried out using combinations of 
thymol and methyl paraben as the antimicrobial agcoit. Pellets 
were made in accordance with the procedure of Example 1 and 
tested for antimicrobial activity. Three tests were run at each 
sample ratio, and the results were averaged, unless a range is 
indicated in Table 2. The results are set out in Table 2. 
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Table 2 

Liquid Agitation Assay 

Test Organism: Staphylococcus aureus ATCC 6538 
pH=6 (CFU stands for "Colony Forming Units" 



Sample 

Control 

(untreated) 
10% thymol, 

4% methyl paraben 



CFU/ml 
0 hrs. 
1.1x10^ 



1.1x10- 



CFU/ml 
24 hrs. 
4.1x10- 



<1.0xlO' 



10% thymol, 

2% methyl paraben 
10% thymol, 

1% methyl paraben 
8% thymol, 

4% methyl paraben 
8% thymol, 

1% methyl paraben 



1,1x10- 



1,1x10^ 



1.1x10= 



l.lxlO' 



3.0x10"^ 
<1.0xl02 
2. 3x10 2 
<1.0xlO^ 



The results show that all treated pellets had antimicrobial 
activity . 
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Example 6 

In order to confirm that pellets did not lose antimicrobial 
activity when extruded to form fibers, test runs in accordance 
with Example 1 were made on fibers with a combination of 10% 
thymol and 5% methyl -p-hydroxybenzoate. The results are set out 
in Table 3. Three tests were run for the control and for the 
antimicrobial fiber, and the results were averaged, unless a 
range is indicated. 

Table 3 

Liquid Agitation Assay 

Test Organism: Staphylococcus aureus ATCC 6538 
pH=6 (CFU stands for "Colony Forming Units" 
Sample CFU/ml CFU/ml 



0 hrs. 



24 hrs. 



Control 



9.6x10^ 



1.5x10^ 



(untreated) 



thymol plus methyl- 




<1.0xlO^ 



p«hydroxybenzoate 
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Example 7 

In order to investigate the antimicrobial activities of 
pellets at neutral pH, several test samples were run using 10% by 
weight of various antimicrobial agents. The results are set out 
in Table 4. 

Table 4 

Liquid Agitation Assay 

Test Organism: Staphylococcus aureus ATCC 6538 
pH=7 (CFU stands for "Colony Forming Units") 

Sample 

Control 
(untreated) 
metbyl- 
anthranilate 
ethyl - 

anthranilate 
p- anl 8 a Idehyde 

benzylidene 

acetone 
cinnamic acid 

. BHA 



CFU/ml 
0 hr8> 
1.5x10^ 

1.5x10^ 

1.5x10^ 

1.5x10^ 
l.SxlO^ 

1.5x10^ 
1.5x10^ 



CFU/ml 
24 hra, 
1.4x10^ 

6.8x10^ 

2.0x10"^ 

<100 
<100 

1.4x10^ 
<100 
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The results show that antimicrobial activity is observed in 
all antibacterial agents except ethyl anthranilate. 

Example 8 

In order to confirm that the antimicrobial agents of the 
invention did not lose effectiveness upon use, tests of scrubbed 
fibers were made. The fibers were incorporated into 
toothbrushes, and the toothbrushes were scrubbed on a test 
surface for thirty (30) minutes with a 5% dentifrice solution. 
The results reported in Table 5 are the average of triplicate 
tests unless a range is indicated. The results show that 
cinnamic acid withstood scrubbing and still had antimicrobial 
activity . 

Table 5 

Liquid Agitation Assay 

Test Organism: Staphylococcus aureus ATCC 6538 
pH=6 (CFU stands for "Colony Forming Units") 
Sample CFU/ml CFU/ml 



Control 



0 fags- 
1.3x10^ 



24 hrs. 
2.5x10^ 



(untreated) 



cinnamic acid 



1.3x10^ 



<1.0xlO^ 
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Example 9 

10% by weight BHA was incorporated into nylon 6-12. The BHA 
was fed into a twin screw extruder operating at 234 Degrees C. 
The resulting pellets were slightly off white in color. Fibers 
were then formed and placed into toothbrushes. The toothbrushes 
were then scrxibbed on a test surface, and the BHA scrubbed fibers 
still showed antimicrobial activity when tested at pH 7. The 
results are shown in Table 6 as an average of triplicate samples 
unless a range is indicated. 

Table 6 

Liquid Agitation Assay 

Test Organism: Staphylococcus aureus ATCC 6538 
pH=7 (CFU stands for "Colony Forming Units") 
Sample CFU/rol CFU/ml 



0- hrs. 



24 hra. 



Control 



2.3x10^ 



2.3x10"* 



(untreated) 



BHA scrubbed 



2.3x10^ 



<1.0xlO^ 



fibers 



SUBSTITUTE SHEET (RULE 26) 



wo 94/13870 



PCT/US93/11576 



Example 10 

10% by weight benzoic acid was incorporated into nylon 6-12. 
The nylon pellets had been previously dried to remove all excess 
moisture. The benzoic acid powder was fed into a twin screw 
extruder operating at 234 Degrees C. The resulting pellets were 
slightly off white in color and exhibited antimicrobial efficacy 
when tested as shown in Table 7. Reported values are averages of 
triplicate tests unless a range is indicated. 



Table 7 



Liquid Agitation Assay 

Test Organism: Staphylococcus aureus ATCC 6538 
pH=6 (CFU stands for "Colony Forming Units") 
Sample CFU/ml CFU/ml 



0 hrs. 



24 hrs. 



Control 



5 . 1x10* 



3.8x10^ 



(untreated) 



benzoic acid 



S.lxlO* 



<1.0xlO^ 



pellets 
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Example 11 

Tests were run to compare the values of scrubbed and 
unscrubbed toothbrush bristles against fibers that had not been 
incorporated into toothbrushes. The results are set out in Tabl 
6 and are the average of triplicates unless a range is indicated 

Table 8 

Liquid Agitation Assay 

Test Organism: Staphylococcus aureus ATCC 6538 
pH=6 (CFU stands for "Colony Forming Units") 

Sample 



Control 
(untreated) 
cinnamic acid 

xinannealed fibers 
benzoic acid 
short fibers 
benzoic acid 

unscrubbed toothbrush 
benzoic acid 

scrubbed toothbrush 



CFU/ml 
0 hrs. 
6.9x10^ 

6.9x10^ 

6.9x10^ 

6.9x10^ 

6.9x10^ 



CFU/ml 
24 hrs. 
1.8x10^ 

<1.0xlO^ 

2.3x10^ 

1.2x10^ 

<lxlO^, 1.6x10 3, 
1,7x10^ 
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Example 12 

Additional tests were run on fibers incorporating methyl 
anthranilate to determine the effects of processing and 
scrubbing. The fibers of Example 2 were tested to determine the 
antimicrobial effect of methyl anthranilate during use. The 
results are shown in Table 9 as the average of triplicate samples 
iinless a range is noted. 

Table 9 



Liquid Agitation Assay 

Test Organism: Staphylococcus aureus ATCC 6538 
pH=7 (CFU stands for "Colony Forming Units") 



Sample 

Control 

(untreated) 

methyl anthranilate 

short fibers 
methyl anthranilate 
unscrubbed toothbrush 
methyl anthranilate 
scrubbed toothbrush 



CFU/ml 
0 hrs. 
I,2xl0- 



1.2x10'^ 



1.2x10" 



1.2x10^ 



CFU/ml 
24 hrs. 
3.1x10"^ 



6.8x10*^ 

2.0x10^, 
1.8x10^ 
<lxl0 2 



1.3x10 
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Examole 13 

6% by weight trans-cinnamaldehyde was incorporated into 
nylon 6-12 that had been previously dried at 170 degrees F, under 
vacuum. The liquid cinnamaldehyde was blended with pellets made 
from the nylon, and placed in a jar on a set of rolls to blend 
before extrusion. The material was then placed in a twin screw 
extruder operating at 227 degrees C. The resulting blended 
pellets were light orange in color and exhibited antimicrobial 
efficacy when tested. The pellets were analyzed for the quantity 
of cinnamaldehyde and foxind to be 4.2% cinnamaldehyde by weight 
of the final pellet. 

Example 14 

10% by weight trans-cinnamaldehyde was incorporated into 
nylon 6-12 that had been previously dried at 170 degrees F under 
vacuum. The liquid was pumped into the extruder downstream of 
the entrance point of the nylon pellets, so that the liquid was 
added when the nylon was present in a molten state. The 
processing temperature was 224 degrees C. The resulting pellets 
were light orange in color and exhibited antimicrobial efficacy 
when tested. 

The pellets were dried at SO degrees C for four hours and 
extruded into filaments. This filament was test d for 
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antimicrobial efficacy and found to be effective as shown i 
Table 10. Each value in the table is an average of duplica 
unless a range is indicated. 

Table 10 

Liquid Agitation Assay 

Test Organism: Staphylococcus aureus ATCC 6538 
(CFU stands for "Colony Forming Units") 



Sample 



CFU/ml 



CFU/ml 



CFU/ml 



<1 hrs. 



6 hrs. 



10 hrs- 



Control 



2,6x10 



5.4x10^ 6.6x10^ 



(untreated) 



Cinnamaldehyde (10%) 



1.9x10^ 



<100 



<100 



fibers 
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Example t; 



=c»pa„ ..e e«.„c. o. „ , ^^^^^^ ' J " 

Table 11 eauxts are shown in 



Table n 



Liquid Agitation Assay 

Teat Organism: Staphvloe«,.«,= 

apnyiococcus aureus ATCC 6S38 

(CFU stands for "Coin»,« c 

lor colony Forming Units") 

Sample 

CFU/ml cFU/ml 

^^i^ 24hrs. 
Control - ^ 5 

1.6x10* 

nylon 



eugenol (pellets) 

nylon with , 5 , 

cinnamaldehyde (pellets) 



1.8x10* 
<10C 
5.3x10" 
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Example 16 

Control tests were run to determine the efficacy of 
cinnamaldehyde antimicrobial toothbrush filaments over multiple 
pilot runs to ensure that the observed effects were reproducible 
outside the laboratory. The results are reported in Table 12. 

Table 12 

Liquid Agitation Assay 

Test Organism: Staphylococcus aureus ATCC 6538 
(CFU stands for "Colony Forming Units") 



Sample 

Control 

Oral B 40 
Toothbrush 
cinnamaldehyde 
fibers 

cinnamaldehyde 
fibers ( scrubbed) 
cinnamic acid (fibers) 
cinnamic acid (scrubbed 
fibers) 



CFU/ml 
<1 hrs. 
6.6x10^ 



CFU/ml 
10 hrs. 
4.1x10'' 



3.3x10^ 



5.8x10^ 



l.OxlO' 



6.5x10" 



6.7xl02 
<l,0xl0^ 
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Example 17 

Thymol and methyl paraben were incorporated into nylon 6-12 
at 8% by weight and 1% by weight, respectively. The nylon 
pellets had been predried for four hours at 175 degrees F before 
extrusion- The compounding zone of the extruder was run at 224 
degrees C. The resulting pellets were dried at 50 degrees C for 
four hours and extruded into filament. The filament was tensile 
tested on an Instron apparatus using standard procedures and the 
bend recovery test was conducted using the British Standard for 
Bend Recovery Tests on Toothbrush Filament. The resulting fiber 
had a tensile strength of 92,117 Ibs/sg.in. which was an increase 
in strength of 34.4% over plain nylon filament and the bend 
recovery was a 62% increase over plain nylon filament. 

Example 18 

Thymol alone was incorporated into nylon 6-12 at 4 weight 
percent. The resulting fiber was tested as set out in Example 
17. The average tensile strength of this material was 16,509 
Ibs/sq.in, which was 75.9% less than the nylon control and had a 
14% reduction in bend recovery. 

The purpose of the above description is to illustrate some 
embodiments of. the present invention without implying a 
limitation. It will be apparent to th se skilled in the art that 
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various modifications and variations may be made in the apparatus 
or procedure of the invention without departing from the scope or 
spirit of the invention. 
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We Claim ; 

1. A monofilament for use as a toothbrush bristle comprising a 
thermoplastic material and from about 5% by weight to about 15% 
by weight of an organic antimicrobial compound selected from the 
group consisting of antimicrobial aromatic acids, antimicrobial 
esters thereof and antimicrobial phenolic compounds. 

2. The monofilament of claim 1, wherein said thermoplastic 
material comprises nylon. 

3. The monofilament of claim 1, wherein said antimicrobial 
aromatic acid and antimicrobial esters thereof are selected from 
compoixnds having the following structure; 



Q 




(I) 



wherein Ri,%, and R3 may be H, , ' isopropyl, isobutyl, 
tert-butyl, or higher olefins or an amino group, may be 
CH3, C^g, iBopropyl, isobutyl, tert-butyl, or higher olefins, 
and "n" may be 0-3 double bonds, and esters thereof. 
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4. The monofilament of claim 3, wherein said antimicrobial acid 
is selected from the group consisting of cinnamic acid and 
benzoic acid. 

5. The monofilament of claim 3, wherein said antimicrobial ester 
is selected from the group consisting of esters of cizmamic acid 
and esters of benzoic acid. 

6. The monofilament of claim 1, wherein said antimicrobial 
phenolic compound is selected from compounds having the following 
structure: 



wherein and may be H, CH3, C^IJ , isopropyl, butyl, tert- 
butyl, or higher olefins, R3 may be H, CH3, C g 5, isopropyl, 
butyl, tert-butyl, or higher olefins or OCH3. 



OH 




(II) 
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7. The monofilament of claim 6, wherein said antimicrobial 
compound is selected from the group consisting of: thymol, thj^ol 
in combination with methyl paraben, thymol in combination with 
methyl-p-hydroxybenzoate, and BHA, 

8. A toothbrush comprising a monofilament bristle, wherein said 
bristle comprises a thermoplastic material and up to about 10% by 
weight of an organic antimicrobial compound selected from the 
group consisting of antimicrobial aromatic acids, antimicrobial 
esters thereof and antimicrobial phenolic compoimds. 

9. The toothbrush of claim 8, wherein said thermoplastic 
material comprises nylon. 

10. The toothbrush of claim 8, wherein said antimicrobial 
aromatic acid and antimicrobial esters thereof are selected from 
compounds having the following structure: 
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Q 




(I) 



wherein R^,!^, and R3 may be H, CI^ , C2l% , isopropyl, isobutyl, 
tert-butyl, or higher olefins or an amino group, may be H, 
CH3, C^g, isopropyl, isobutyl, tert-butyl, or higher olefins, 
and "n" may be 0-3 double bonds, and esters thereof. 

11. The toothbrush of claim 10, wherein said antimicrobial acid 
is selected from the group consisting of cinnamic acid and 
benzoic acid. 

12. The toothbrush of claim 10, wherein said antimicrobial ester 
is selected from the group consisting of esters of cinnamic acid 
and esters of benzoic acid. 

13. The toothbrush of claim 8, wherein said antimicrobial 
phenolic compotind is selected from compounds having the following 
structure: 
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OH 

^3 

wherein and may be H, CH3, C^I| , isopropyl, butyl, tert- 
butyl, or higher olefins, R3 may be H, CH3, C Jg, isopropyl, 
butyl, tert-butyl, or higher olefins or OCH3. 

14. The toothbrush of claim 13, wherein said antimicrobial 
compound is selected from the group consisting of: thymol, thymol 
in combination with methyl paraben, thymol in combination with 
methyl-p-hydroxybenzoate , and BHA. 

15. A material for use as at least par-c of a shaped object, 
comprising from about 5% to about 15% by weight of an organic 
antimicrobial agent selected from the group consisting of 
aromatic acids and esters and phenolic compounds. 

16. The material of claim 15, wherein said antimicrobial 
aromatic acid and antimicrobial esters thereof are selected from 
compounds having the following structure: 
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0 




wherein R^/I^/ and R3 may be H, CI^ , ^2^' isopropyl, isobutyl, 
tert-butyl, or higher olefins or an amino group, may be H, 
CH3, C^5, iaopropyl, iaobutyl, tert-butyl, or higher olefins, 
and ^'n" may be 0*3 double bonds, and esters thereof. 

17. The material of claim 16, wherein said antimicrobial acid is 
selected from the group consisting of clnnamic acid and benzoic 
acid. 

18. The material of clair 16, wherein said antimicrobial ester 
is selected from the group consisting of esters of cinnamic acid 
and esters of benzoic acid. 

19. The material of claim 15, wherein said antimicrobial 
phenolic compound is selected from compounds having the following 
structiire: 
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OH 




(II) 



wherein and may be CH3, , isopropyl, butyl, tert- 
butyl, or higher olefins, R3 may be H, CH3, C g 5, iaopropyl, 
butyl, tert-butyl, or higher olefins or OCH3. 

20. The material of claim 19, wherein said antimicrobial 
compound is selected from the group consisting of: thymol, thymol 
in combination with methyl paraben, thymol in combination with 
methyl -p-hydroxybenzoate, and BHA. 

21. A thermoplastic material comprising a blend of nylon and 
methyl paraben. 

22. The thermoplastic material of claim 21, further comprising 
thymol . 
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